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PROCESSES
Forming
the
Mold
p. 54

Marking

to

Register

p. 55

Removing the

Pattern

from the

Mold

p. 55

Cutting

the

Funnel

and the

Vents

Binding

Weighing

the

Pattern

and the

Silver

Pickling

p. 22

Press the front of the shank into the cuttle-bone

until the back of the shank rests on the surface

of the cuttle-bone.

Press the shank evenly until half is embedded.

Place the other piece of cuttle-bone so that it

registers with the first piece.

Hold between the palms and press slowly until

the two flat surfaces of the cuttle-bone meet.

Mark lines on the cuttle-bone on both ends and

sides with a saw blade.

Remove the tin pattern.

Cut the funnel and vents in the cuttle-bone as
shown in Fig. 15.

Bind the two pieces of cuttle-bone together.

CASTING THE PATTERN

Weigh the tin pattern.

Weigh the metal, 2% times the weight of the

pattern.

Clean in pickle.